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ABSTRACT : 

PROBLEM TO BE SOLVED: To obtain a resin 
additive capable of controlling reduction in 
molecular weight in heating and melting a resin 
and preventing decrease in IZOD impact strength by 
subjecting an inorganic particle to a specific 
surface treatment. 
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SOLUTION: The surface of (A) an inorganic 
particle (preferably silica, alumina, their salts 
or glass) is treated with (B) catechin, then with 

(C) a saccharide (preferably sugar, a 
polysaccharide or their mixture) and further with 

(D) a coupling agent (preferably a silane-based 
coupling agent) . Preferably, the component A 
subjected to the surface treatment with the 
component B is subjected to the surface treatment 
with the component C in an amount corresponding to 
0.4-4.2 wt . % of the component A and the treated 
particle is subjected to surface treatment with 
the component D in an amount corresponding to 0.4- 
4.2 wt . % of the component A. Preferably, a resin 
to which the additive is added is a thermoplastic 
polyester-based resin or a thermoplastic resin 
containing the polyester-based resin. 
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